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For: A METHOD FOR MANUFACTURING A SHAPE BODY CONTAINING A 

STARCH, A HOMOGENISED MASS CONTAINING STARCH AND A 
DEVICE 3 FOR MANUFACTURING A SOFT CAPSULE 


ATTACHMENT B - CLEAN COPY OF^AMENDED CLAIMS 


Please amend claims 12, 15, 16, 18, 19, 20 and 21 as 
follows : 


"7- 


(Amended) A ^kbmogenised starch-containing mass, 
containii^q prefep^bly/at least 45% by weight of an/amorphous 
starch with ^6 amylopectine content of greater or equal to 50% by 
weiglr^ the weight of th^^taxch in water-free 

cor>efition, water, at\least one organic softener in at least 12% 
by weight wi^h respect \o the weight of the water-free starch, 
wherein the^limiting viscc?\i,ty index of the homogenised mass is 
at least^/o ml/g. 


15; (Amended) A^^mogenisecK^^ according to claim 13, 
wherein the mass contains glycerine\monostearate and lecithin in 
a weight ratio 1:1.5, 

16. (Amended) A homogenised mass according to claim 12, 
wherein^the raciss additionally contains an a^regate in a weight 
range of 3/5% by weight to 15% by weight with respect to the 
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* 


rtiotal weight of the mass, wherein the aggregate is selected fr 


om 


th^group consisting of carbonates and/or hydrogen carbonates of 
alkalf\and/or earth alkali ions, /preferably calcium^carbonate, 
amylases^^rther decomposing -agents , colourii^gs^preservat ives , 
anti-c 

and vegetable p\lyp9<pt ides'. /' 


;i-oxidantsV physical l^y ar^a/or chemically/modified biopolymer< 
, _ \ , J / 


18. (Amendem A shape body, in particular soft capsule 
ing do claim 17, 


casing, accorcainc 


wherein the shape body has an 


/ -i r\ r\ a 


longation/at rupture of at least 100% at 25°C and 60% relative 



humidity. 

19. (Amended) A shape 


tody, 


, in particular soft capsule 
casing according to claim/17, Vherein the shape body at 25°C and 
0% relative air humidi/y has a \trength, a m , of at least 2 MPa. 
20. (Amended) A shape body according to claim 17, wherein 


the shape body is a/soft capsule and ^hat the capsule casing 
comprises a thickness in the region between 0.1 and 0.2 mm. 

21. (Amended) A shape body, in parti^lar soft capsule 
casing, according to claim 17, wherein the ^iape body consists of 

\the layers have a 

different chemical composition, 


a multi-layered film and that at least two of 


^Please ^add the following newly submitted claims^ ^ 
23./ (New) A homogenised starch-containing mass\according to 
claim 3/2 wherein the limiting viscosity index of the \pmogenised 
mass is at least: 50 ml/g. 
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24. (New) A homogenised starch-containing mass according to 


claim \2 wherein the limiting viscosity index of the homogenised 

/ ■ 

mass is Vb least 60 ml/g. 7 
\ / 

25. (N^w) A homogenised mass according to claim 15, wherein 
the mass contains glycerine monostearate and lecithin in a weight 
ratio of 1:1.2, 

26. (New) A ^homogenised mass according to claim 15, wherein 
the mass contains glycerine monostearate and lecithin in a weight 
ratio of 1:1. 

27. (New) A homogenised mass according to claim 16, wherein 
the mass additionally contains an aggregate in a weight range of 
5% by weight to 8% by weight, 

28. (New) A shape body\ in particular soft capsule casing, ■ 
according to claim 18, whereiVi the shape body has an elongation 
at rupture of at/ least 160% at\25°C and 60% relative humidity. 

29. (New) A shape body, in Particular soft capsule casing, 
according to claim 18, wherein the^ shape body has an elongation 
at rupture ybf at least 240% at 25°c\and 60% relative humidity. 

30. (New) A shape body, in particular soft capsule casing 
according to claim 19, wherein the sharae body at 25°C and 60% 
relative air humidity has a strength, o m \ in the range of 3.5 MPa 
to 8 Mpa. 

31. (New) A shape body, in particular \soft capsule casing 
according to claim 19, wherein the shape body at 25°C and 60% 
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rM^tiye air humidity has a strength, o m , in the range of 4 MPa 
o 6.5 Mpa , 

32. (New) A shape bo3y aS^oj^ing to claim 20, wherein the 
shape y body is a soft capsule and that th^-e^psule casing 
^(comprises a thickness in the region between 0.2 and 


